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IN THE CLAIMS 

This listing of claims will replace all prior versions, and listings, of claims in the application: 

1. (Presently Amended) A radiation-curable resin composition for adhesives comprising 
(A) a bisphenol-type epoxy (meth) acrylate having a hydroxyl group, (B) a polyfunctional (meth) 
acrylate having an aliphatic cyclic structure or an aromatic cyclic structure other than the 
component (A), [and] (C) a photoinitiator, (D) a dialkylamino benzoate, and (E) an aromatic 
thiol compound, wherein the content of the component (A) and the content of the component (B) 
in the composition are respectively 30 wt% or more. 

2. (Original) The radiation-curable resin composition for adhesives according to claim 
1, wherein the component (A) comprises a bisphenol A skeleton, has a number average 
molecular weight of 400-3000, and is contained in the composition in an amount of 35 wt% or 
more. 

3. (Previously amended) The radiation-curable resin composition for adhesives according to 
claim 1, wherein the component (C) comprises two or more different compounds. 

4. Cancelled 

5. Cancelled 

6. (Original) The radiation-curable resin composition for adhesives according to claim 
[5] I, wherein the content of the component (E) in the composition is 0.01-5 wt%. 

7. (Previously amended) An adhesive for optical disks comprising the radiation-curable 
resin composition according to claim 1 . 

8. (Previously amended) An optical disk comprising the radiation curable resin composition 
according to claim 1 . 

9. (Original) An optical disk comprising the adhesive according to claim 7. 
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10. (Original) An optical disk comprising a translucent film made of silver or a 
compound or an alloy comprising silver as the main component, a reflection film made of 
aluminum or a compound or alloy containing aluminum as the main component and a suitably 
cured adhesive according to claim 7. 

1 1 . (Original) An optical disk comprising a translucent film made of silicon or a 
compound or alloy comprising silicon as the main component, a reflection film made of 
aluminum or a compound or alloy containing aluminum as the main component and a suitably 
cured adhesive according to claim 7. 

12. (Previously presented) The radiation-curable resin composition for adhesives 
according to claim 2, wherein the component (C) comprises two or more different compounds. 



1415134.1 



3 



